218         APPLICATION OF ACID DYES TO SILK, COTTON, ETC.

When hard water is employed for the washing of fabrics, whether after
scouring, dyeing, or bleaching, it may give rise to certain faults known as
" lists " by reason of the uneven draining and evaporating of the hard
water from the goods, thus leaving deposited in the material the dissolved
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mineral matter.*   Hard water, in fact, is probably more injurious in this
connection than in most of the other operations of dyeing.
* These " lists " (see page 192) are light or dark streaks running lengthwise with the
cloth. When the washed cloth is rolled up and laid horizontally, the water evaporates
at each end, thus causing a greater deposition of mineral matter at the ends (sides of the
cloth) than at the middle. If the roll is stood on end the water seepB down to one side
and evaporates slowly depositing more mineral matter at one side and gradually shading